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JEWELRY 6- ENAMELING

PROCESSES

Grinding

the

Enamel

Medium

and

Fine

Very
Fine

Place the crushed enamel in a porcelain or agate
mortar.

Wash in clear water.

Pour enough water in the mortar to cover the
enamel.

Rotate the pestle firmly on the enamel in the
mortar as shown in Fig. 47. Hold the elbow
close to the body. Allow the ground enamel
to settle.

Pour off the milky water.
Continue the grinding and washing process
until the transparent or translucent enamel has
been reduced to the consistency of coarse pum-
ice powder. Opaque enamels should be ground
finer. The final rinse water should be clear.
Place the enamel after the final grinding and
washing in a shallow porcelain dish in water
ready for use.

Use an agate mortar and pestle to jjrind enamels
very fine; a mullar and plate glass sheet may
also be used.

APPLYING THE ENAMEL TO THE
METAL

(Called Flooding In or Charging)

Flooding               Take a small daub of enamel on a wood or

In or                     metal spatula, or a small camel's hair brush.

Charging               Saturate the ground enamel with water.    If

too wet, it will run off the spatula; if too dry,

it will cling to the spatula.

Lay the enamel thinly and evenly on the metal.

Tap the edge of the charged piece lightly to

spread the enamel more evenly, in the small